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@ Process for producing sintered body and magnet base. 



@ A process for producing a sintered body, 
comprising Inserting a separately fonmed first 
molded article in a mold for injection molding, 
injection-molding a material identical to or dif- 
ferent from that of the first molded article in the 
mold so that the injected material and the first 
molded article form together a second molded 
article, degreasing the second molded article, 
sintering the degreased article thereby obtain- 
ing a sintered body having a difference in shrin- 
kage during the sintering between the first 
molded article and the injection molded portton 
of the second molded article other than the first 
molded article portion being 5 % or less. The 
resulting sintered body Is useful as a magnet 
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